THE METALLURGY OF GOLD.
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CONCENTRATION
Fig. 23. — Thermal Equilibrium Curve of Gold and Tin.
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In the intermediate series of crystals, as also in the case of pure tin, the formation of solid solutions is not observed to any great degree. Pure gold, on the other hand, takes up 5 per cent, by weight of tin in solid solution.stage in the solidification of gold, terminating at 131°.
